Appendix - The Claims On Appeal 

/{. A thermoplastic polymer fabric comprising: 



a plurality of continuous multicomponent filaments having a denier less than about 3 and 
comprising a first polymeric component and a second polymeric component wherein said 
second polymeric component comprises a majority of the outer surface of said multicomponent 
filament; 

said first polymeric component having been made from a first thermoplastic polymer 
having a melt-flow rate of at least 150 g/10 minutes; 

said second polymeric component having been made from a second thermoplastic 
polymer having a melt-flow rate at least about 65% less than the melt-flow rate of the first 
thermoplastic polymer. 

i 

^ pi. The thermoplastic polymer fabric of claim / wherein said second thermoplastic polymer has 
a melt-flow rate at least about 75% less than the melt-flow rate of the first thermoplastic 
polymer. 

\ 

j> ^JSi. The thermoplastic polymer fabric of claim *f wherein said second thermoplastic polymer has a 
melt-flow rate at least about 85% less than the melt-flow rate of the first thermoplastic polymer. 

^ y 4r. The thermoplastic polymer fabric of claim. Zwherein said multicomponent filament is a 

bicomponent filament and has a sheath-core cross-sectional configuration wherein the second 
polymer comprises the sheath and further wherein the sheath component comprises 
substantially the entire outer surface of the multicomponent filament. 



.-5. The thermoplastic polymer fabric of claims wherein said multicomponent filament has a 
striped cross-sectional configuration wherein the first polymer component is positioned between 
said second polymeric component and a third polymeric component; said third polymeric 
component comprises a polymer having a mett-flow rate similar to that of said second polymer. 
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k 6: The thermoplastic polymer fabric of claim^wherein said first polymer comprises a propylene 
polymer and said second polymer comprises an ethylene polymer. 

~l( The thermoplastic polymer fabric of claim^ wherein said first polymer comprises a propylene 
polymer and said second polymer comprises a propylene polymer. 

( 

f? & The thermoplastic polymer fabric of claim Y wherein said first polymer comprises a first olefin 
polymer having a melt-flow greater than 200 g/10 minutes and wherein said second polymer 
comprises an olefin polymer having a melt-flow rate less than about 50 g/10 minutes. 

\ A, The thermoplastic polymer fabric of claim 8 wherein said thermoplastic polymer fabric 
comprises spunbond fibers. 



Claims 10-20 have been canceled. 

^f. A thermoplastic polymer fabric comprising: 

a plurality of continuous multicomponent filaments having a denier less than about 3 and 
comprising a first polymeric component and a second polymeric component wherein said 
second polymeric component comprises a majority of the outer surface of said multicomponent 
filament; 

said first polymeric component having been made from a first thermoplastic polymer 
having a melt-flow rate of at least 150 g/10 minutes; 

said second polymeric component having been made from a second thermoplastic 
polymer having a melt-flow rate at least about 65% less than the melt-flow rate of the first 
thermoplastic polymer. 
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